- 1 - 



10 



20 



25 



THRS3 DIMENSIONAL MEASURgMEiNFT , EVALUA TION AMD GRADING 
SYSTEM FOR FABRIC /TEXTILE STRUCTURE /GARME NT APPEARANCE 

Background of the Invention 

1. Field of the Invention 

The invention relates to measuring, evaluating and 
grading fabric/textile structure/garment appearance, 

2. Description of Prior Art 



' Ai\ FabHc/garment/textile structure appearance includes 

many aspects such . pilling, wrinkling, seam puckering 
15 and so forth. Although the invention applies to 

different aksects of fabric/textile structure/garment 
appearance, we^explain below the effect of wrinkling on 
appearance. Wrinkles are three dimensional versions of 
crease, and form when fabrics are forced to develop 
high levels of double\curvature, which result in some 
degree of permanent \ in-plane and out-of -plane 
deformations. Due to the i^ortance of wrinkle recovery 
in the appearance of garment^ or textiles, many methods 
of assessment have been dev^oped since the early 
1950s. One of the most widely usek in U.S. is the AATCC 
Test method. This method allows \xpert observers to 
compare fabric specimens with a of six three- 

dimensional replica supplied by the Ame\ican Associated 
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of Textile Chem>s4;s and colorist (AATCC) , and thsn 
assign a grade according"-t<5^ their similarity. 
M^v attempts have been mode to automate this 
characterization process using imaging technology 
instead of visual obser^/ations . Laser probe is one way 
of evaluation of a fabric specimen to measure surface 
height variations. It incorporates obvious physical 
meaning andXis not influenced by color and pattern in 
the specimen .\ However, point-scanning and costs makes 
the method tooXslow and . too expensive for industrial 
applications- A \ Video camera with common lighting 
system can be usedX to obtain good resolution images of 
fabric specimens ai^d is faster than using a laser 
probe, but it is sensitive to fabric colors and 
patterns, so its application is also limited by its 
ability to .evaluate onlyXfabrics without patterns or 
designs. A line laser p^filometer can be need to 
improve the detecting effic\ency, but line profiles 
cannot cover of a whole fabriCy surface, and typically 
sixteen images per sample ar^ needed to produce 
reliable results 



Summary of the Invention 



25 It is an object of the invention to obtain 3-D surface 

• information more quickly and easily. 



According to one aspect of the present invention there 
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is provided a method of 3D msasurement, evaluation and 
grading system for fabric/textile structure /garment 
appearance, the method comprising using a fixed digital 
camera positioned above a piece of the fabric, shining 
at least two different parallel light beams from 
inclined directions on to the surface and capturing 
different reflected images of the surface with the 
camera, analysing the captured images to derive values 
parameters of the surface based on intensities of light 
reflected from a number of evenly distributed points of 
the surface. 

The method preferably . includes using four different 
evenly distributed parallel light beams. 



According to another aspect of the invention the there 
is provided an apparatus for 3D measurement, evaluation 
and grading system for fabric/textile structure /garment 
appearance, the apparatus including a digital camera 
arranged to be mounted above a piece of fabric, means to 
shine at least two inclined different parallel beams 
onto a surface of the fabric below the camera, means for 
analysing images of the fabric captured by the camera, 
and a computer programmed to derive values of P and Q 
25 from the captured images, where P and Q are summations 

of surface gradients for a plurality of evenly 
distributed points in an x direction and in a y 
direction respectively. 
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The invention may provide a method of grading 
fabric/textile structure appearance based on values P 
and Q. the method comprises using a fixed digital camera 
positioned above a piece of the fabric, shining at least 

5 two different parallel light beams from inclined 

directions on to the surface and capturing different 
reflected images of the surface with the camera, 
analysing the captured images to derive values of P . and 
Q, where P and Q are summations of surface gradients for 

10 a plurality of evenly distributed points in an x 

direction and in ay direction respectively, and 
calibrating P + Q against a subjective grade analysis of 
the fabric, and thereafter using calibrated P and Q to 
determine the grades of fabric. 
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The method of grading preferably includes using four 
different parallel light beams. 

The apparatus may comprise a digital camera arranged to 
be mounted above a piece of fabric, means to separately 
shine at least two inclined different parallel beams 
onto a surface of the fabric below the camera, means for 
analysing separate images of the fabric captured by the 
camera for each light beam respectively, and a computer 
2 5 programmed to derive of values parameters of the surface 

based on the intensities of light reflected from a 
number of evenly distributed points of the surface. 



Brief Description of the Drawings 



A method and atpparatus measuring wrinkling according to 
the invention wiU\now be described by way of example 
with reference to the accompany drawings in which: - 

Figure 1 shows a surface model and observation system; 
Figure 2 shows a lighting system; 
Figure 3 shows a lighting vector diagrams- 
Figure 4 shows a vector diagram for generating, a shape 
of a surface of a patch; 

Figure 5(a) and\5 (b) are an illustrations of depth 
conversion order for^^oints on a specimen surface; 

Figure 6 shows images of a pieces of fabric; 

Figure 7 is a distribution graph of values of a region 
of a fabric; 

Figure 8 are graphs showing correlations between derived 
coefficients and subjective wrinkling grades; and 

Figure 9 shows the physical layout of an image capturing 
apparatus; 
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Description of the Preferred Embodiments 

Referring to the drawings, the method relies on shining 
four parallel light sources on to a surface of a fabric 
5 specimen. When a ray of light strikes the surface of 

fabric, specular and diffuse reflections take place. 
These reflection characteristics depend on the surface 
of the material, surface microstructure, incident 
wavelength, and the direction of incidence of the 
10 light. However, it is acceptable to visualize most 

fabric surfaces as Lambert ian surfaces, which scatter 
incident light equally in all directions and appear 
equally bright from all directions (see Figure 1) . 

15 According to Lambert's cosine law, the intensity of an 

image element P* corresponding to a Lambertian 
reflecting surface is given by the relationship 

20 I(x,y)= c(x,y) cosO (1). 

Where c(xry) ia the reflective parameter of 
corresponding surface element P , and 9 is the incident 
25 angle at this element. As shown in Fig. 1 , P,«,5.v are 

respectively a surface element of an object, normal 
vector ofP, vector of P, incident vector of • P , and 
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vector of sight of cosO is expressed by Eqn,2. 



It is easily understood that this is not constant for 
colored or patterned fabric surfaces, different color 
surfaces propose different c(x^y), although it can be 
considered as a constant parameter for solid fabrics. _ 
So the influence of color and pattern can be eliminated 
if c(x,y) can be calculated. 

In the lighting system in Figure 2, four evenly 
distributed parallel light sources with the same 
radiance intensity Eq are used as incident light, and 
they are designed to illuminate fabric specimens from 
four different directions, i,e, east, west, south and 
north as shown in the Figure. The length and width of 
each of them are 1 and w respectively, a is the 
illuminating angle (zenith angle) of the four parallel 
light sources, Ri, R^n, Rr are the distances between 
light source and left, middle, right parts of fabric 
sample surface respectively. According to photometry 
theory, irradiance of one surface 'element P(x,y) can be 
expressed by Eqn. 3. 



cos 0 = n . s 



(2) 
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Ecosa , . 



Here, Rix,y)±3 the distance between the light source and 
the surface element P and it can be calculated from 



When pand 9 are the first partial derivatives of z with 
respect to xand y, the normal vector of a surface 
element is given by,Eqn.4. 



J, (4) 



In the observing system, east lighting vector 
Se=Ictg-a 0 -1] ; west lighting vector s„= l-ctga 0 -H ; 
south lighting vector 3,= [0 -ctga -H ; north lighting, 
vector s„=[0 ctga -H ; are shown in Fig. 3. 



y) = y) ■ y) ■ co%e, 
hix,y) = E^ix,y)-c(x,y)cose^ 
7,(x, >) = E^ix, y) ■ cix, y) • cos 0, 



Here , E,(x,y) . E^ix,y) . E,ix,y) . E„ix,y) aze irradiances of 
the surface element P(x,y) ■ under four different 



- 9 - 



lighting sources separately, and can be calculated by 
Eon. 3; cos^,,cos^^,cos5.,cos5,are calculated by Eqn.2. 



cosdg = 
cos^^ = 
cos^, = 
cos^. = 



sing + costt-j3 
sing-cosg- j7 
sing-costt-g 
sing + cosg g 



(6) 



From the above equations, the surface normal gradients 
_p,9and c{x,y) axe derived by cross multiplications and 
transpositions. 
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c = 



sin a + cosap 



(7) 
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The final step for generating the actual surface (see 
Figure 4) is the conversion from surface normal to 
depth information. That is, for every (x, y) point and 
normal vector N at (x, y) , a z value with respect to 
the image plane must be computed. 



Thus, in Figure 4, it can be assumed that each of the 
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surface normal N^,N^yN^,N,±B known at the points 
(0,0) , (1,0) , (0,1) , respectively. Starting z value 

at point (0,0) is either chosen or known. To compute z 
values at the remaining three points, a function must 
be chosen to specify how the normal varies along the 
edges of the patch. 

If the points (0,0) and (1,0) are very close relative 
to surface size, the curve between these points is. 
approximated by its average tangent line. When 
considering the distance between pixels, this condition 
holds , 

Given the following normal vectors: 

^0 =Kx.«o>>«oJ (0,0) 

Ni^(n,^.n,^.,n,J at (1,0) 

^2 =("2^'«2>-'^at) at (0, 1) 

N,={n,^,ri,^^.n,^) at (1,1) 



It is necessary to compute z at (1,0) which is along 
the X-axis from (0,0). A desired tangent line passes 
through the point (0,0, z) and is perpendicular to the 
average normal between these points. This line can be 
•25 expressed as 
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ax + 6(^(1,0)- ^(0,0)) = 0 (8) 

Where 

5 

This gives 

2(l,0) = z(0,0)-x(a/6) with x=l (9) 

10 

Similarly, approximation along the >'axis to find z at 
(0,1) gives 

2(0,1) = 7(0,0) 6) with y=l (10) 

IS Here 

To arrive at r(l,l) , two values are computed. One value 
20 2l(l,l)is arrived at by going from (1,0) to (1,1) in the 

y direction; the second value r(l,l) is arrived at by 
going from (0,1) to (1,1) along the x direction. The 
two values are averaged to give z(l,l) : 



25 



z(l,l) = (zl(U)^z2(U))/2 



(11) 
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2 values can also be computed going along the negative 
X and y direction if a-1 is substituted for x and y in 
Eqn.(2) and (3), respectively. This is useful if the 
value of 2 at (1.1) is known and the z values at other 
5 three points are to be computed. 

An algorithm for depth conversion is derived by first 
choosing an arbitrary 2 value for a point in the center 
of the image. Next, z values are determined at all 

10 points along the x and y axis passing through this 

center point shown in Figure 5a. Finally, z values are 
computed for the remaining points in each quadrant in 
the order shown in Figure 5b, The reconstructed 3-D 
image of fabric specimen (Grade 1) is shown in Figure 

15 6. 

The apparatus for carrying out the method is shown in 
Figure 9 and includes a color digital ■ camera, a 
lighting box, a frame grabber, and a personal computer. 
20 The resolution of digital camera is., 1600 pixel xl200 

pixel, parallel lighting is controlled in four 
directions in the lighting box, and the image analysis 
software is installed in the personal computer. 

25 Twenty fabrics specimens were made from three kinds of 

woven fabrics with different texture, color and 
Datterns. Each fabric specimens was cut into 
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ISOmmxlSOmm, and prepared with varying grades of 
wrinkling by adjusting washing conditions, pressing 
pressure and ironing time of the specimens. 

s Four images of each sample were separately captured at 

a resolution of 640x480 pixels under the influence of 
each of the different illuminating beams from the four 
directions, each of images were cropped into 300x300 
pixels for easier processing. Each pixel was assigned a 
10 grey-level value from 0 for black to 255 for white. 

It was supposed that one surface element is flat, so 
that its normal vector is taken as (0,0, -1) • 
Considering the surface element of a wrinkling part in 
15 the fabric surface, its absolute value of p, q will be 

larger than other regions. The distributions of p of 
different fabric wrinkling grades are shown in Figure 
7, 

20 P and Q were used to describe the wrinkling status of 

fabrics, where 
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Here, pd) , gd) are the first partial derivatives of z 
with respect to xand y of surface element i, and N is 
the number of surface elements ( pixels) of each image. 
P describes the wrinkling in the x direction, while 0 
describes the wrinkling in the y direction. P+Q is used 
to describe the wrinkling of whole fabric surface. 

In order to make the rating generated by this described 
image analysis system consistent with the visual 
standards, all the samples were first evaluated by 
experienced judges according to the AATCC standards, 
and the correlation between objective and subjective 
measurement carried out on the basis of the derived 
wrinkling features and the subjective grades. 

Table 2 below shows the results of objective 
measurements and subjective evaluation. Sample A, B, C 
are different in patterns, colors and textures, and the 
subjective grade of each specimen is the average of 
five experienced judges' evaluation. Jn the table, P of 
Bl is higher than B2, but p+q of Bl is lower than B2, 
so it is clear that it is better to describe fabric 
wrinkling of whole surface using P+(? rather than using 

P or g. 
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— " ■ Subject 

Fabric . 
p+Q P Q 

Grade 





Al 


0 . 


035971 


0. 


020097 


0.015874 


3 






A2 


0. 


041352 


0 . 


022775 


0 .018577 


3 . 


6 


Sain 


A3 


0. 


044955 


0. 


024703 


0.020252 


3 




pie 


A4 


0. 


059857 


0, 


035655 


0. 024202 


2 . 


1 




A5 


0 . 


058622 


0. 


0273 9 


0.031232 


2 . 


4 




AS 


0 . 


C7285 


0 . 


, 037493 


0.035357 


1 . 


;5 




A7 


0 . 


,083917 


0, 


.039108 


0:044809 


1. 


, 1 




Bl 


0 , 


.024463 


0 , 


.012993. 


0.01147 


5 






B2 


0 


.024621 


0 


.011665 


0.012956 


4 . 


.2 


Sam 


B3 


0 


.028088 


0 


. 012697 


0.015391 


4 


. 1 


pie 


B4 


0 


. 038737 


0 


,018134 


0.020603 


2 


.2 


'B 


B5 


0 


. 046813 


0 


.03229 


0 .014523 


1 


. 6 




B6 


0 


. 03927 


0 


.021026 


0.018244 


2 


.9 




B7 


0 


.054992 


0 


.03274 


0.022252 


1 





Grade 1 (serious wri.^kling) Grade 5( no wrinkling) 

From Fig. 8, it will be noted that the correlation 
coefficient between P+0 and the subjective wrinkling 
grade is very high, sample A is 0.9764, sample B is 
0.9616, and sample C is 0.8365. According to this 
result, the objective method provided by this invention 
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measures fabric wrinkling effectively. 

Thus, the descirbed photometric stereo method evaluates 
fabric wrinkling by extracting the 3D surface 

5 information and enables a calibrated uses feature P+Q 

to give an objective 'description' of the fabric 
wrinkling. The method can be applied to fabrics with 
coloured or physical patterns. From four camera images 
to provide different illuminating directions, an 

10 effective feature P+0 of the 3D images is used to 

describe fabric wrinkling. The results indicate that 
photometric stereo can be used for analysis of the 
fabric surface instead of the common image analysis 
techniques, even for fabrics with patterns and 

15 different colors. 

It will be appreciated that for measurements and 
evaluations of appearance the method and apparatus may 
be used for deriving the various described parameters 
20 by analysis of reflections of separate images captured 

by the camera. Although four light beams are preferred 
in carrying out the invention, it is possible to use 
only two light beam for some applications. 



